
A process for producing aluminium silicate powder is described, in which a mixture of a powder of 
an aluminium alkoxide and/or aluminium oxide having a particle diameter of not more than 1 mu m 
and a silicon alkoxide is hydrothermally treated at a temperature of at least 100 DEG C 
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BASIC ABSTRACT: 
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A mixt. is made contg. (a) aluminium alkoxide- and/or alumina-powder with a 
max. particle size of 1 micron; and (b) a silicon alkoxide. The mixt. is 
then subjected to a hydrothermal treatment at min. 100 deg.C, and pref. at 
min. 10 kg/sq.cm, to obtain an aluminium silicate powder. 

The mixt. (a,b) pref. has an atomic ratio of Al:Si of min. 2:1. A 
pref. mixt. contains aluminium alkoxide and silicon alkoxide; or alumina 
and silicon alkoxide. Each alkoxide pref. contains 1-5 carbon atoms. 

The aluminium silicate powder is obtd. with a yield above 95%; and is 
easily calcined to homogeneous mullite. The aluminium silicate powder can 
be used as such as a filler, catalyst or adsorbent; or can be mixed with a 
binder, pressed and sintered to make mullite obiects. 
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